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IN THE SPECIFICATION 

At pages 1 and 2, please change the Title to read: 
- METHOD OF MAKING A SEMICONDUCTOR DEVICE HAVING IMPROVED 
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IN THE CLAIMS 

Please cancel claims 1 - 20 in the application and replace them with new claims 21-30 
below prior to calculating the filing fee. 

2L A process for making a semiconductor device comprising the steps of: 

forming a layer of conductive material having a topography that includes a substantially 

vertical component; and 

forming a contact disposed adjacent to and contacting said vertical component. 

22. A process as claimed in claim 21 wherein said vertical component defines a localized thick 
region in the layer of conductive material. 

23. A process as claimed in claim 21 wherein said vertical component is a spacer. 

24. A process as claimed in claim 21 further comprising the step of forming a structure having 
an opening therein under said conductive layer and filling said opening with said conductive 
material to form said vertical component. 

25. A process as claimed in claim 21 wherein said conductive layer is a capacitor electrode. 

26. A process for making a semiconductor device having an improved contact to a conductive 
layer comprising the steps of 

providing a first layer of material and forming an opening therein, said opening including 
sidewalls; 

forming a layer of a first conductive material on said first layer of material and along the 
surfaces of said sidewalls of said opening to form a localized thick region; 

forming an overlayer of material on said layer of said first conductive material; 

forming a contact hole in said overlayer which communicates with said layer of said first 
conductive material; and 
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substantially filling said contact hole in said overlayer with a second conductive material 
which differs in composition fi-om said first conductive layer and which contacts said first 
conductive material. 

27. A process as claimed in claim 26 in which said first conductive material forms spacers or 
said sidewalls of said opening. 

28. A process as claimed in claim 27 in which said second conductive material contacts at 
least said spacers. 

29. A process as claimed in claim 26 in which said first conductive material comprises 
polysilicon and said second conductive material comprises a metal. 

30. A process as claimed in claim 26 in which said first layer and said overlayer comprise 
insulating materials. 



One Dayton Centre 

One South Main Street, Suite 500 

Dayton, Ohio 45402-2023 

(937) 223-2050 

Facsimile: (937)223-0724 



Respectfully submitted, 

KILLWORTH, GOTTMAN, HAGAN 
& SCHAEFF, LLP / 




By 



ATTORNEY 

DOCKET NO. 94-112 



SEMICONDUCTOR DEVICE HAVING IMPROVED 
CONTACTS TO A THIN CONDUCTIVE LAYER 
AND PROCESS FOR MAKING SAID DEVICE 



INVENTOR: 
HOWARD E. RHODES 



Inventor ( s ) : H . Rhodes 

SEMICONDUCTOR DEVICE HAVING IMPROVED 
CONTACTS TO A THIN CONDUCTIVE LAYER 
AND PROCESS FOR MZ^ING SAID DEVICE 

Field of the Invention 

The invention relates generally to the formation of a 
semiconductor device and process for making the device and, 
more particularly, to a semiconductor device having a 
5 localized thick region in a thin conductive layer for making 
electrical contact to a conductor. 

Background of the Invention 

Generally, semiconductor devices are formed by 
alternately stacking layers of conducting and insulating 

10 materials over a semiconductor substrate. Contact holes are 
etched through some or all of these layers at specific 
locations and, thereafter, metal conductors are deposited into 
the holes to provide for electrical contact to exteomal 
circuits. Contact holes are typically etched down to active 

15 areas on the surface of the substrate or to an intervening 
conductive layer. Variations in the thickness of the layers 
of material, non-imiformity of the film deposition and 
planarizing processes and limitations inherent in the etching 
process make it difficult to ensure the contact hole will stop 

20 precisely on the conductive layer to which contact will be 
made. This is particularly true as the conductive layers are 
made thinner for the increasingly small memory cell components 
currently being incorporated into random access semiconductor 
memory devices. Where contact must be made to a conductive 

25 layer that is thin in comparison to the overlaying materials 
through which the contact hole is etched, the contact hole 
etch must be precisely controlled to maximize the chances the 
hole stops on the thin conductive layer. 

The problems associated with forming reliable contacts to 

30 a thin conductive layer are illustrated below where I have 
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described part of a process for ttanufacturing a conventional 
stacked capacitor DRAM. Fig. 1 shows the strxicture of a 
conventional stacked capacitor DRAM after formation of the 
capacitor top electrode, also commonly referred to as the 
5 "cell poly. " Cell poly 2 is a layer of doped polysilicon 
formed over dielectric layer 4, capacitor bottom electrode 6, 
field effect transistor gate electrode 8, and siibstrate 10. 

Referring to Fig. 2, upper insulating layer 12 is stacked 
over siobstrate 10. Upper insulating layer 12 is etched to 

10 form a contact hole 14 which, ideally, extends just down to 
cell poly 2 . In order to minimize the number of manufacturing 
process steps, this contact hole etch is typically performed 
as part of the same etch that f onnas bit line contact 15 . 
Contact hole 14 is then filled with a metal conductor 16 for 

15 electrically connecting the cell poly to an external voltage 
source . 

Upper insulating layer 12 and cell poly 2 are typically 
about 20,000 Angstroms and 1,000 Angstroms thick, 
respectively. The thickness of upper insulating layer 12 may 

20 vary from place to place due to the stepped substrate 
materials over which it is formed and non-uniformity of the 
film deposition and planarizing processes. Also, the contact 
hole etch must continue long enough to expose the deepest 
contact, bit line contact 15 in this example, at the thickest 

25 part of upper insulating layer 12. Hence, the contact hole 
will be over etched into and sometimes through the thin cell 
poly as illustrated in Fig. 3A. Etching through cell poly 2 
diminishes the effectiveness of the cell poly/metal contact by 
forming a sidewall contact causing undesirable high contact 

30 resistance between conductor 16 and cell poly 2. Where the 
cell poly is formed in close proximity to the substrate, as 
shown in Fig . 3B, etching through cell poly 2 causes 
electrical shorting of cell poly 2 to substrate 10 through 
conductor 16 . 
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Current methods to reduce the risk of over etching the 
cell poly contact hole include precisely controlled etch times 
and the development and use of highly selectively etch 
processes. Adequate selectivity is difficult to achieve, 
5 however, as device geometries shrink, bit line contacts become 
deeper and the cell poly becomes thinner. 

One solution to the problem of shorting a thin conductive 
layer (described above for the cell poly) is disclosed in U.S. 
Patent No. 5,243,219, issued to Katayama on September 7, 1993. 

10 Katayama discloses an irrpurity diffused region in the 
substrate directly below the contact hole. The resulting pn 
junction between the inpurity diffused region and the 
s-ubstrate isolates the conductive layer from the s-ubstrate in 
the event the contact hole is etched through the thin 

15 conductive layer. Although the device of Katayama minimizes 
some of the undesirable effects of etching through the thin 
conductive layer, it does not eliminate this fundamental 
problem which is inherent in the formation of reliable 
contacts to a thin conductive layer, 

20 There remains a need for a structure and manufacturing 

process that lessens or eliminates the risk of etching the 
contact hole through a thin conductive layer. It is desirable 
that such structure and process be of practical use in a 
variety of semiconductor device applications, including those 

25 in which the conductive layer is remote from the substrate. 

Summary of the Invention ~ 

One object of the invention is to provide an improved 

contact to a relatively thin conductive layer. 

Another object of the invention is to lessen the risk of 
30 etching the contact hole through the conductive layer to which 

contact will be made. 

Another object is to prevent a shorting path or current 

leakage between the metal contact and underlying conductive or 

semiconductive materials. 
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According to the present invention, these and other 
objects are achieved by a semiconductor device having a 
conductive layer with a localized thick region positioned 
below the contact hole. In one embodiment of the invention, 
5 the thick region to which contact is made is formed by means 
of an opening in an underlayer of material. In this 
embodiment, the device includes an underlayer of material 
having an opening therein; a layer of thin conductive 
material formed on the underlayer and in the opening; an 

10 overlayer of material having a contact hole therethrough 
formed on the layer of thin conductive material; a conductor 
contacting the layer of thin conductive material through the 
contact hole; and wherein the opening in the underlayer is 
positioned below the contact hole and sized and shaped to form 

15 a localized thick region in the layer of thin conductive 
material within the opening. 

In another embodiment, the invention is incorporated into 
a stacked capacitor DRAM. In this embodiment, the 
semiconductor device includes a field effect transistor formed 

20 in a memory cell array region of a semiconductor siibstrate, 
the field effect transistor having a gate electrode formed 
over the substrate, and first and second source/drain regions 
formed in the surface of the substrate on opposite sides of 
the gate electrode; a capacitor formed in the memory cell 

25 array region, the capacitor comprising a bottom electrode 
formed over the substrate in electrical contact with the first 
source/drain region, a dielectric layer formed on the bottom 
electrode, and a first region of a polysilicon top electrode 
formed on the dielectric over the bottom electrode; a second 

30 region of the polysilicon top electrode formed in a peripheral 
region of the substrate adjacent to the memory cell array 
region; an underlayer of material interposed between the 
substrate and the second region of the polysilicon top 
electrode in the peripheral region; an opening in the 

35 underlayer; an insulating layer formed on the second region of. 
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the polysilicon top electrode; a contact hole through the 
insulating layer; a conductor contacting the second region 
of the polysilicon top electrode through the contact hole; and 
wherein the opening in the underlayer is positioned below the 
5 contact hole* 

A process for making a semiconductor device according to 
the invention includes the steps of: forming a first layer of 
thin conductive material; forming a second layer of material 
having a contact hole therethrough on the first layer; forming 
10 a localized thick region in the first layer and positioning 
the thick region below the contact hole; and forming a 
conductor contacting the thick region through the contact 
hole. 

The semiconductor device of the invention, wherein the 
15 conductive layer has a localized thick region formed and 
positioned directly below the contact hole, eliminates the 
risk of etching the contact hole through the conductive layer, 
improves the conductive layer /conductor contact and prevents 
current leakage between the conductor and the substrate or 
20 other structure londer lying the conductive layer. 

Additional objects, advantages and novel features of the 
invention will be set forth in part in the description that 
follows, and in part will become apparent to those skilled in 
the art upon examination of the following or may be learned by 
25 practice of the invention. The objects and advantages of the 
invention may be realized and attained by means of the 
instrumentalities and combinations particularly pointed out in 
the appended claims. 

Brief Description of the Drawings 
30 Figs. 1 and 2 are cross sectional views of a portion of 

a conventional stacked capacitor DRAM at various stages of 
formation. 
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Fig. 3A is a cross sectional view of a portion of a 
conventional stacked capacitor DRAM showing the contact hole 
etched through the cell poly. 

Fig. 3B is a cross sectional view of a portion of a 
5 conventional stacked capacitor DRAM showing the contact hole 
etched through the cell poly with the cell poly in close 
proximity to the substrate. 

Figs. 4-7 are cross sectional views illustrating the 
general structure of one of the preferred ernbodiments of the 
10 invention at various stages of formation. 

Figs. 8-9 are cross, sectional views illustrating another 
embodiment of the invention wherein the conductive 
layer/conductor contact is formed along a sidewall of the 
opening in the under layer. The cross sectional view of Fig. 
15 9 is taken along the line 1-1 in Fig. 10. 

Fig. 10 is a top down plan view of the stiructure of Fig. 
9, except that over layer 28 in Fig. 9 is omitted, wherein the 
conductive layer/conductor contact is formed along a sidewall 
of the opening in the under layer. 
20 Figs. 11-16 illustrate another preferred embodiment 

wherein the invention is incorporated into a stacked capacitor 
DRAM. 

The figures are not meant to be actual views of the 
various embodiments, but merely idealized representations used 
25 to depict the structure and process of the invention. 

Detailed Description of the Preferred Embodiments — 

The fabrication of semiconductor devices includes etching 
predetermined patterns into various layers of material formed 
during fabrication of the device. This process is referred to 
30 herein as ''patterning and etching." Photolithography and 
reactive ion etching, for example, are commonly used pattern 
and etch processes. These or other pattern and etch 
processes, well known to those skilled in the art, may be used 
to implement the present invention. 
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Reference will now be made to Figs. 4-7, which illustrate 
the general structure of one embodiment of the invention 
without regard to the specific type of semiconductor device 
into which the invention might be incorporated. Figs. 11-16, 
5 which are discussed later, illustrate one preferred 
application for the invention wherein the invention is 
incorporated into a stacked capacitor DRAM. 

Referring to Fig. 4, insulating layer 23 and under layer 
20 have been formed over substrate 22. Under layer 20 is 

10 patterned and etched to form opening 24 . Opening 24 need not 
be etched all the way through under layer 20. All that is 
required is a step opening in under layer 20. A layer of 
conductive material 26 is then formed over underlayer 20 and 
in opening 24 as shown in Fig. 5. Insulating layer 23 is 

15 provided to prevent electrical shorting between conductive 
layer 26 and substrate 22. If shorting between conductive 
layer 26 and substrate 22 is not a problem, then insulating 
layer 23 may be omitted. Other layers may also be formed 
between substrate 22 and underlayer 20. Over layer 28 is then 

20 formed on conductive layer 26. 

Referring to Fig. 6, over layer 28 is patterned and etched 
to form contact hole 30. Conductor 32 is then formed in 
contact hole 30 as shown in Fig. 7. Typically, underlayer 20 
will be made of an insulating material such as silicon dioxide 

25 or a composite stack of conducting and insulating materials. 

Conductive layer 26 is doped polysilicon and over layer 28 is 
boro-phospho- silicate glass (BPSG) or other "suitable 
insulating material. Although the relative thicknesses of 
conductive layer 26 and over layer 28 are not critical to the 

30 invention, the objectives of the invention are better realized 
where, as in most semiconductor applications, overlayer 28 is 
much thicker than conductive layer 26. 

Opening 24 is sized and shaped to form localized thick 
region 34 in conductive layer 26 within opening 24. Opening 

35 24 and thick region 34 are formed subjacent to contact hole- 
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30, that is, below and adjacent to contact hole 30. Opening 
24 and thick region 34 are preferably positioned directly 
below contact hole 30 as shown in Fig. 6, although a reliable 
contact will be made even in the event of substantial 
5 misalignment of contact hole 30 to opening 24. In this 
embodiment, the width (or diameter) of opening 24 is less than 
or equal to twice the product of the thickness of conductive 
layer 26 at surface 38 of imder layer 20 adjacent to opening 24 
and the Conformality of the conductive material. Thus, for 

10 conductive material having Conformality C and thickness T, the 
width W of opening 24- is determined from the following 
equation: W:s2xTxC. In this way, conductive layer 26 
will completely fill opening 24. Unless otherwise noted, the 
"thickness" of a layer of material, as used herein, refers to 

15 the thickness measured in a direction parallel to the 
longitudinal axis describing the depth of the contact hole. 
Hence, for the orientation of the layers of material 
illustrated in the drawings, "thickness" refers to the 
vertical thickness of the material. 

20 "Ihe Conformality of a particular material, as is well 

known in the art, represents the comparative rate at which a 
material is simultaneously deposited along the top sinrf ace and 
sidewall of an opening or "step" in the underlying material. 
Conformality is defined by the ratio of the thickness of the 

25 deposited material along the sidewall of a step in the 
underlying material and its thickness along the surface 
adjacent to the step. Polysilicon, for example; has a 
Confomality of about 0.80. If conductive layer 26 is made 
of polysilicon having a thickness of 1,500 angstrom at surface 

30 38 of under layer 20, then the width of opening 24 preferably 
is less than or equal to 2,400 Angstroms (2 x 1,500 Angstroms 
X 0.80). This will ensure conductive layer 26 completely 
fills opening 24 to form- a robust thick region 34 . Thick 
region 34 allows for a reliable contact to conductor 32 even 
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in the event of a substantial contact hole overetch as shown 
in Fig, 7. 

Opening 24 should be deep enough so that thick region 34 
is sufficiently thick to accommodate anticipated overetching 
5 of contact hole 30 • Overetching, as applied herein to contact 
hole 30, refers to the continuation of the etch after contact 
hole 30 has reached the nominal depth of conductive layer 26 
below overlayer 28 • In many semiconductor device 

applications, overlayer 28 will be formed over a structure 
10 having a stepped topography, resulting in variations in the 
thickness of overlayer 28. Ihe thickness of overlayer 28 may 
al so vary due to non-uniformity in depos it ion and 
planarization processes. Contact hole 30 must overetched as 
=3 necessary to account for such variations- Other factors may 

li 15 also effect the contact hole etch. For example, the contact 
jfl hole may be etched simultaneously with a deeper bit line 

contact as in the stacked capacitor DRAM described below. In 
this example, the etch must continue until the deeper bit line 
'{2 contact is reached, resulting in a substantial overetch of 

\^ 20 contact hole 30. 

In general, the depth of opening 24 will depend upon the 
m nominal depth of contact hole 30, the total effective depth of 

the etch during which contact hole 30 is formed, and the 
selectivity of the etch. The total effective depth of this 
25 etch will be determined by the depth of the deepest contact 
being etched and any overetch of that deep contact. 
Selectivity is a measure of the etch rate of the target 
material (overlayer 28 in this example) relative to other 
materials of interest exposed to the etchant (conductive layer 
30 26) . Selectivity is defined by the following equation: S^^ = 
Ea/Eb/ where is the etch rate of the target material to be 
etched and Eg is the etch rate of the second material of 
interest exposed to the etchant. For a contact hole having a 
nominal depth Dch/ a total etch depth D^e, and etch selectivity 
35 S, the thickness of thick region 34 is determined according-. 
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to the following equation: T^r ^ (Dts"Dch)/S. The 
corresponding depth Do of opening 24 is determined according 
to the following equation: Dq ^ (Die-Dch) /S - TcLf where Tc^ is 
the thickness of conductive layer 26. 
5 In another embodiment of the invention, illustrated in 

Figs. 8-10, the localized thick region is formed as a spacer 
on the sidewall of the opening. Referring to Fig. 8, 
insulating layer 23 and imder layer 20 having opening 24 
therein have been formed on substrate 22. Conductive layer 

10 26 is formed over imderlayer 20 and along the surfaces of 
opening 24, to form localized thick regions 34 along the 
sidewalls 36 of opening 24. Over layer 28 is then formed on 
conductive layer 26. 

Referring to Figs. 9 and 10, over layer 28 is patterned 

15 and etched to form contact hole 30. Fig. 9 is a cross section 
view taken along the line 1-1 in Fig. 10. In the top down 
plan view of Pig. 10, however, over layer 28 has been removed 
to better illustrate the features of this embodiment of the 
invention. Contact hole 30 is thereafter filled with a 

20 conductor (not shown) to contact conductive layer 26 at thick 
region 34. In this embodiment, the width of opening 24 is not 
critical nor is it necessary that contact hole 30 be precisely 
aligned to opening 24. In practice, the structure illustrated 
in Figs. 8-10 may be formed by design or this structure may 

25 result from overetching and/or misalignment of contact hole 30 
in the structure shown in Fig. 6. The invention thus provides 
a reliable contact while allowing for generous etching and 
alignment tolerances . 

Reference will now be made to Figs . 11-16 , which 

30 illustrate application of the present invention to a stacked 
capacitor DRAM. Referring first to Fig. 16, one memory cell 
in a memory cell array region 94 of wafer 50 is shown on the 
left side of Fig. 16, including capacitor 96 and field effect 
access transistor 98. Metal conductor 95 contacting cell poly 

35 80 at contact area 99 in a peripheral region 97, typically 
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located immediately adjacent to the array region, is shown on 
the right side of Fig. 16. The corrponents of the device 
illustrated in Fig. 16 and the process for making those 
components will be described with reference to Figs. 11-15. 
5 Referring to Fig. 11, wafer 50 corrprises a lightly doped 

p-type single crystal silicon substrate 52 which has been 
oxidized to form thin gate insulating layer 54 and thick field 
oxide region 56. This application of the invention will be 
described using lightly doped p-type silicon as the starting 

10 material, although the invention may be implemented with other 
siibstrate materials. If other substrate materials are used, 
then there may be corresponding differences in materials and 
structure of the device as is well known in the art. Field 
oxide region 56 is formed by conventional methods well known 

15 in the art, such as forming an apertured layer of silicon 
nitride (not shown) or other non-oxidizable material on the 
surface of substrate 52 and thereafter oxidizing the exposed 
portions of the substrate. Thin gate insulating layer 54 is 
formed by thermally growing or depositing silicon dioxide on 

20 the surface of substrate 52, First polysilicon layer 58, 
tungsten silicide layer 60 and silicon dioxide layer 62 are 
then deposited or "stacked" over substrate 52. First 
polysilicon layer 58, tungsten silicide layer 60 and silicon 
dioxide layer 62 are referred to jointly as under layer 64, 

25 Referring to Fig. 12, mder layer 64 is patterned and 

etched to form transistor gate electrode 66 in the array and 
opening 68 in the periphery. These layers are deposited, 
patterned and etched using conventional methods well known in 
the art. Alternatively, gate electrode 66 and opening 68 may 

30 be formed in a single layer of polysilicon deposited and 
etched as describe above or other combinations of conductors 
and insulators may be used. The tungsten silicide and silicon 
dioxide layers are included herein simply to better illustrate 
the details of one of the preferred embodiments of the 

35 invention. Source/drain regions 70a and 70b are formed in the 
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array by implanting n-type impurities, typically phosphorous 
or arsenic atoms, into substrate 52 on opposite sides of gate 
electrode 66. 

Referring to Fig. 13, insulating layer 71, typically made 
5 of silicon dioxide, is stacked over substrate 52. Referring 
to Fig. 14, insulating layer 71 is patterned and etched to 
form spacers 72. A second polysilicon layer 73 is then 
stacked over substrate 52 and patterned and etched to form 
capacitor bottom electrode 74 . Capacitor dielectric layer 76 , 

10 typically made of silicon nitride, is stacked over si±>strate 
52 . A third polysilicon layer is then stacked over substrate 
52 and patterned and etched to form capacitor top electrode 
80, also commonly referred to as the "cell poly", as shown in 
Fig. 15, and this etch may continue down through dielectric 

15 layer 76. Thus, a first region 82 of cell poly 80 is formed 
in the array over bottom electrode 74 and a second region 84 
of cell poly 80 has been formed in the periphery for 
subsequent connection to a metal conductor. 

Referring again to Fig. 14, opening 68 (shown in Figs. 12 

20 and 13) has now been filled with spacers 72, second 
polysilicon layer 73, dielectric layer 76 and cell poly 80. 
Opening 68 is sized and shaped to form localized thick region 
86 in cell poly 80 within opening 68. To ensure that cell 
poly 80 bridges the gap in opening 68 to form localized thick 

25 region 86, the width of opening 68 should be no greater than 
the combined widths of spacers 72, second polysilicon layer 
73, dielectric layer 76 and cell poly 80 within opting 68. 
The width of each of these materials within opening 68 is 
proportional to the thickness at which those materials are 

30 formed along the surface of under layer 64 adjacent to opening 
68. The width of opening 68 can, therefore, be determined 
according to the following equation, where insulating layer 71 
has a thickness Tj and Conformality Q, second polysilicon 
layer 73 has thickness TpL and ConforTnality CpL, dielectric 

35 layer 76 has a thickness and Conformality C^, and cell poly. 

- 13 - 



Inventor (s) : H. Rhodes 

80 has a thickness Tcp and Conformality Q.p: W < 2 x ( (Tj x Ci) 
4- (TpL X Cpl) + (Tp X Cd) + (Tcp x Qp) ) , Of course, if the width 
of each layer of material lying within opening 68 is otherwise 
known or can be determined directly, then the above described 
5 equation need not be applied. In general, however, the width 
an opening having multiple layers of materials deposited 
therein can be determined according to the following equation: 
W ^ i^i^ 2 X Ti X Ci, where each layer has a thickness T, as 
measinred along the surface adjacent to the opening, and 

10 Conformality C. 

Assuming a 4 Mbit BEPM having an access transistor gate 
about 0,6 fim wide, silicon dioxide insulating layer 71 has a 
thickness Tj of approximately 3,000 Angstroms and Confomnality 
Cj of 0,67, second polysilicon layer 73 has a thickness TpL of 

15 approximately 2,000 Angstroms and Conformality Cp^ of 0,80, 
dielectric layer 76 has a thickness of approximately 100 
Angstroms and Conformality C^ of 0.90, and cell poly 80 has a 
thickness Tcp of approximately 1,000 Angstroms and Conformality 
Ccp of 0.80. Therefore, opening 68 preferably is no more than 

20 9,000 Angstroms wide. 

Referring to Fig. 15, over layer layer 88, made of boro- 
phospho- silicate glass (BPSG) or other suitable insulator, is 
stacked over substrate 52. Overlayer 88 is patterned and 
etched to form bit line contact 90 in the array and contact 

25 hole 92 in the periphery. Opening 68 (shown on Pig. 12) is 
positioned directly below contact hole 92 . Ideally, the 
contact hole etch will end on the surface of cell poly 80. As 
a practical matter, and due to the variations in the thickness 
of overlayer 88 and the greater depth of the bit line contact 

30 90, contact hole 92 is typically over etched to ensure bit 

line contact 90 is etched to substrate 52. Consequently, the 
contact hole etch usually extends into the surface of cell 
poly 80, as illustrated in Fig. 15. The device structure is 
completed as shown in Fig. 16 using metallization processes 

35 well known in the art. ^ 
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There has been shown and described a novel semiconductor 
device wherein a conductive layer has a localized thick 
region formed and positioned below the contact hole, thus 
eliminating the risk of etching the contact hole through the 
thin conductive layer. The particular embodiments shown in 
the drawings and described herein are for purposes of exarrple 
and should not be construed to limit the invention as set 
forth in the appended claims. Those skilled in the art may 
now make numerous uses and modifications of the specific 
embodiments described without departing from the scope of the 
invent ion . For instance , the invention could be readi ly 
incorporated into trench capacitor DRAMs^ Static Random Access 
Memories (SRAMs) , logic circuit semiconductor devices and 
other such devices where a contact via is formed on a layer of 
relatively thin conductive material. The process steps 
described may in some instances be performed in a different 
order and/or equivalent structures and processes may be 
substituted for the various structures and processes 
described. 
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1- A semiconductor device having an improved contact to a 
conductive layer, comprising: 

a. a first layer of conductive material; 

5 b. a second layer of material having a contact hole 

therethrough on the first layer; 

c • a localized thick region in the first layer 
si±»jacent the contact hole; and 

d. a conductor contacting the thick region through the 
10 contact hole. 

2. A semiconductor device according to Claim 1, wherein the 
thick region is positioned directly below the contact hole. 

3. A semiconductor device having an improved contact to a 
conductive layer, comprising: 

15 a. an imder layer of material having an opening therein; 

b. a layer of conductive material formed on the 
under layer and in the opening; 

c. an over layer of material on the layer of conductive 
material, the overlayer having a contact hole etched 

2 0 therethrough ; 

d. the opening being positioned, sized and shaped to 
form a localized thick region in the layer of conductive 
material subjacent the contact hole; and 

e. a conductor contacting the thick region through the 
25 contact hole. 
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4. A semiconductor device according to Claim 3, wherein: 

a. the conductive material has a Conformality C; 

b. the layer of conductive material has a thickness Ti 
at a location along a surface of the under layer adjacent the 

5 opening; 

c. the opening has a width where the width of the 
opening is determined from the equation: W < 2 x Ti x C. 

5 . A semiconductor device according to Claim 4 , wherein the 
conductive material is polysilicon having a conformality C of 

10 about 0.80. 

6. A semiconductor device according to Claim 3, wherein the 
etch of the overlayer has a selectivity S with respect to the 
conductive layer and extends to a total effective depth D^e, 
the contact hole has a nominal depth Dch. the layer of 

15 conductive material has a thickness Tcl and the opening has a 
depth D, where D is determined from the equation: D > (D^ - 

7. A semiconductor device according to Claim 6, wherein the 
selectivity S is determined from the equation: S = Eq/Ec, where 

20 Eq is the rate at which the overlayer is etched and Ee is the 
rate at which the conductive layer is etched. 

8. A semiconductor device according to Claim 3, wherein the 
etch of the overlayer has a selectivity S and extends to a 
total effective depth D^, the contact hole has a nominal depth 

25 and the thick region has a thickness T^r, where is 

determined from the equation: T^r ^ (Dte-Dch)/S. 
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9- A semiconductor device according to Claim 8, wherein the 
selectivity S is determined from the following equation: S = 
Eo/Ee, where Eq is the rate at which the overlayer is etched 
and Ec is the rate at which the conductive layer is etched. 

5 10. A semiconductor device according to Claim 3, further 
connprising a capacitor having a bottom electrode and a top 
electrode electrically isolated from the bottom electrode by 
a dielectric layer, wherein the layer of conductive material 
forms the top electrode and the conductor forms a contact 
10 through which a reference voltage is applied to the top 
electrode . 

11. A semiconductor device, comprising: 

a. a field effect transistor formed in a memory cell 
array region of a semiconductor substrate, the field effect 

15 trans i s t or corrpr i s ing a gate e lec t rode formed on the 
substrate, and first and second source/drain regions formed in 
the surface of the substrate on opposite sides of the gate 
electrode; 

b. a capacitor formed in the memory cell array region, 
20 the capacitor comprising a bottom electrode formed on the 

si±^strate in electrical contact with the first source/drain 
region, a dielectric layer formed on the bottom electrode, and 
a first region of a polysilicon top electrode formed on the 
dielectric layer over the bottom electrode; — 

25 c. a second region of the polysilicon top electrode 

formed in a peripheral region of the substrate adjacent to the 
memoiry cell array region; 

d. an under layer of material interposed between the 
substrate and the second region of the polysilicon top 

30 electrode in the peripheral region, the under layer having an 
opening therein; 
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e, an insulating layer formed on the second region of 
the polysilicon top electrode, the insulating layer having a 
contact hole therethrough; 

f, a conductor contacting the second region of the 
5 polysilicon top electrode through the contact hole; and 

g, wherein the opening is positioned below the contact 

hole. 

12, A semiconductor device according to Claim 11, further 
comprising a localized thick region in the second region of 
10 the polysilicon top electrode within the opening subjacent the 
contact hole, 

13 • A process for making a semiconductor device having an 
inproved contact to a conductive layer, comprising the steps 
of: 

15 a, forming a first layer of conductive material; 

forming a second layer of material having a contact 
hole therethrough on the first layer; 

• c. forrtiing a localized thick region in the first layer 
s-ubjacent the contact hole; and 
20 d. forming a conductor contacting the thick region 

through the contact hole. 

14. A process for making a semiconductor device having an 
irrproved contact to a conductive layer, comprising the steps 

of: — 

25 a. forming an under layer of material having an opening 
therein; 

b. forming a layer of conductive material on the 
under layer and in the opening; 

c. forming an over layer of material on the layer of 
30 conductive material and etching a contact hole therethrough; 
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forming a localized thick region in the layer of 
conductive material within the opening si±>jacent the contact 
hole; and 

e. forming a conductor contacting the thick region 
5 through the contact hole, 

15 . A process for making a semiconductor device according to 
Claim 14, wherein: 

a. the conductive material has a Conformality C; 

b. the layer of conductive material has a thickness 
10 at a location along a surface of the imder layer adjacent the 

opening; 

c. the opening has a width W; and 

d. the width of the opening is determined from the 
equation: W ^ 2 x x C. 

15 16 . A process for making a semiconductor device according to 
Claim 14, wherein the etch of the over layer has a selectivity 
S with respect to the conductive layer and extends to a total 
effective depth Dte, the contact hole has a nominal depth Dch^ 
the layer of conductive material has a thickness and the 

20 opening has a depth D, where D is determined from the 
equation: D ^ (Dte - Dch) /S - Tcl. 

17 . A process for making a semiconductor device according to 
Claim 16, wherein the selectivity S is determined from the 
following equation: S = E^/E^, where Eq is the rate -at which 
25 the overlayer is etched and Ec is the rate at which the 
conductive layer is etched. 
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18 . A process for making a semiconductor device according to 
Claim 14, wherein the etch of the overlayer has a selectivity 
S and extends to a total effective depth D^, the contact hole 
has a nominal depth Dch and the thick region has a thickness 
T^, where T-ni is determined from the equation: ^ (D^e-Dch) /S. 

19 • A process for making a semiconductor device according to 
Claim 18, wherein the selectivity S is determined from the 
following equation: S = Eq/Ec/ where Eq is the rate at which 
the overlayer is etched and Ec is the rate at which the 
conductive layer is etched • 

20. A process for making a semiconductor device according to 
Claim 14, further comprising the steps of forming a capacitor 
having a bottom electrode and a top electrode electrically 
isolated from the bottom electrode by a dielectric layer, 
wherein the layer of conductive material forms the top 
electrode and the conductor forms a contact through which a 
reference voltage is applied to the top electrode. 



Inventor (s): H. Rhodes 
ABSTRACT 

A semiconductor device and fabrication process wherein 
the device includes a conductive layer with a localized thick 
region positioned below the contact hole. In one einbodiment 
5 of the invention, the thick region to which contact is made is 
formed by means of an opening in an underlayer of material. 
Ihis embodiment of the device includes an underlayer of 
material having an opening therein; a layer of thin conductive 
material formed on the underlayer and in the opening; an 

10 overlayer of material having a contact hole therethrough 
formed on the layer of thin conductive material; a conductor 
contacting the layer of thin conductive material through the 
contact hole; and wherein the opening in the underlayer is 
positioned below the contact hole and sized and shaped to form 

15 a localized thick region in the layer of thin conductive 
material within the opening. 



- 22 - 




FIG. 2 

(PRIOR ART) 




FIG. aA. 

ijl (PRIOR ART) 




FIG. 3B 

(PRIOR ART) 



20- 



24 




-20 




-23 



t 



22 



FIG. 4 




FIG. 5 




FIG. 7 




FIG. 12 




FIG. 14 




FIG. 16 



DELARATION AND POWER OF ATTORNEY 



As below named inventor, I hereby declare that: 

My residence, post office address and citizenship is as stated 
below next to tny name* 

I believe I am the original, first and sole inventor of the 
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I hereby state that I have reviewed and understand the 
contents of the above identified specification, including the 
claims . 

I acknowledge the duty to disclose information which is 
material to the examination of this application in accordance with 
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